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than water, which first
has to be vaporised.
Several    modifica-
tions of ball mills and
tube mills are made
by various manufac-
turers,    though    the
essential     principles
are the same as those
previously  described.
There are also several
mills on  the market
combining   the   ball
mill and tube mill in
one machine.   Fig, 39
gives a sectional illus-
tration of the Molitor
compound mill made
by Messrs Lohnert of
Bromberg, As will be
seen from the illustra-
tion, it virtually con-
sists  of a tube mill
joined on  to a ball
mill.    Only the feed
end, however, is sup-
ported by the usual
hollow trunnion, the
lower part of the mill
being supported by a
cast-steel roller bear-
ing,  with  removable
and       exchangeable
tires.  The material to